IN THE CLAIMS: 

MARKED-UP VERSION OF CLAIMS 

1 . (canceled) 

2. (canceled) 

3. (canceled) 

4. (canceled) 

5. (canceled) 

6. (new) A method of extracting biologically active collagen from 
the skins of the salmonidae fish family comprising: 

(a) removing the scales, gills, and meat tissue from the fish skin by utilizing 
wooden and glass tools in order to obtain a clean skin material; 

b) hydrating the skin material in a glass container containing 0. 1 to 

1 .5% lactic acid solution (w/w) at 15° to 20°C for 24 to 48 hours; and 

c) repeatedly filtering the hydrated skin solution with natural silk filters that 
have a similar structure to the biologically active collagen, such that the cell 
elements, pigments, and remains of the acid solution are removed, and 
undamaged biologically active collagen is obtained. 

7. (new) The method of claim 6, wherein step (c) is repeated 15 to 
20 times in order to remove the characteristic fish skin smell without 
damaging the biological activity of said collagen. 
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8. (new) The method of claim 6, wherein the silk filters used in step (c) are 
of increasing density. 

9. (new) The method of claim 8, wherein step (c) repeated 15 to 20 times in 
order to remove the characteristic fish skin smell without damaging the 
biological activity of said collagen. 
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